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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide the method of 
removing and utilizing organic exhaust gas generated out 
of a body to be sintered, such as a metallic powder 
molded matter or the like, in the sintering furnace. 
SOLUTION: The organic exhaust gas, generated out of 
the body to be sintered which passes through the 
sintering furnace 1 in which a preheating area 2 and a 
heating and sintering area 3 are connected, is guided into 
an exhaust gas processing chamber 5 other than the 
areas 2, 3, then, oxygen is added to the exhaust gas to 
oxidize and decompose them at 800** C or higher while 
the decomposed gas is sent again into the preheating 
area and/or heating and sintering area to utilize the 
same for the protective atmosphere of the same areas. 
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